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IN THE CLAIMS: 

The pending claims are set forth below and have been amended and/or cancelled, 
without prejudice, where noted: 
Claims 1-42. (Cancelled) 

Please add the following new claims: 
43. (New) A method comprising: 

casting a film comprising a homopolymer of syndiotactic propylene (sPP) at a 
film line speed of from about 35 to about 200 feet per minute. 

43. (New) The method of Claim 43, wherein the film line speed is from about 70 to 
about 1 50 feet per minute. 

44. (New) The method of Claim 43 wherein the film line speed is from about 90 to 
about 120 feet per minute. 

45. (New) The method of Claim 43 further comprising maintaining a casting 
temperature of less than about 430 degrees Fahrenheit. 

46. (New) The method of Claim 43 further comprising maintaining a casting 
temperature of less than about 350 degrees Fahrenheit. 

47. (New) The method of Claim 43 further comprising maintaining a casting 
temperature of less than about 300 degrees Fahrenheit 



COS-926 ROA02072005 Official 2 

PAGE 319 ' RCVD AT 51612005 2:21:11 PM [Eastern Daylight Time] * SVR;lKPT0€FXRF-1/8 * DMS:8729306 1 CSID:28 1 2275384 * DURATION (miiKS):01»54 



MAY-06-2005 13:00 ATOF I NA 2812275384 P. 04 

48. (New) The method of Claim 43, wherein the casting occurs on a cast roll and 
wherein the cast roll is maintained at a temperature of from about 50 to about 130 degrees 
Fahrenheit. 

49. (New) The method of Claim 48, wherein the cast roll is maintained at a 
temperature of from about 70 to about 120 degrees Fahrenheit, 

50. (New) The method of Claim 48, wherein the cast roll is maintained at a 
temperature of from about 90 to about 1 10 degrees Fahrenheit. 

51. (New) The method of Claim 43, wherein the sPP comprises a peak melt 
temperature of from about 120 to about 140 degrees Celsius. 

52. (New) The method of Claim 43 further comprising adding a processing aid to the 
sPP prior to casting. 

53. (New) The method of Claim 52, wherein the concentration of the processing aid 
in the sPP is from about 0 to about 3,000 parts per million by weight of sPP, 

54. (New) The method of Claim 52, wherein the concentration of the processing aid 
in the sPP is from about 100 to about 1,500 parts per million by weight of sPP. 
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55. (New) The method of Claim 52, wherein the concentration of the processing aid 
in the sPP is from about 900 to about 1 1 00 parts per million by weight of sPP. 

56. (New) The method of Claim 52, wherein the processing aid comprises a 
fluoropolymer. 

57. (New) The method of Claim 52, wherein the processing aid comprises a 
fluoroelastomer. 

58. (New) The method of Claim 52, wherein the film comprises a coefficient of 
friction of less than about 1 .0. 

59. (New) The method of Claim 52, wherein the film comprises a coefficient of 
friction of less than about QJ, 

60. (New) The method of Claim 52, wherein the film comprises a coefficient of 
friction of less than about 0.4. 

61. (New) The method of Claim 52, wherein the film comprises a maximum tensile 
strength of at least about 4,200 pounds per square inch. 

62. (New) The method of Claim 52, wherein the film comprises a maYirrmm tensile 
strength of at least about 5,000 pounds per square inch, 
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63. (New) The method of Claim 52, wherein the film comprises a maximum tensile 
strength of at least about 6,000 pounds per square inch. 

64. (New) The method of Claim 52, wherein a haze of the film is greater than about 
10 percent. 

65. (New) The method of Claim 52, wherein a 20 degree gloss of the film is less than 
about 20 percent. 

66. (New) The method of Claim 52, wherein a 45 degree gloss of the film is less than 
about 90 percent. 

67. (New) The method of Claim 52, wherein a percent elongation of the film is less 
than about 600 percent 

68. (New) The method of Claim 43, wherein the film is from about 0.5 to about 6 
mils thick. 

69. (New) The method of Claim 43, wherein the film is from about 1 to about 5 roils 
thick. 
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70. (New) The method of Claim 43, wherein the film is from about 2 to about 4 mils 
thick. 

71. (New) A homopolymer of syndiotactic propylene (sPP) film cast at from about 
35 to about 200 feet per minute. 
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